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PROCESSES              Remove the deep scratches or excess solder from

Removing              the surface of the metal with a file or scraper.

Scratches                File i*1 &e direction of the length of the scratch

and                        until the depth of the scratch has been reached.

Excess                    Ruk the scotch stone over the metal in a circular

Solder                    movement; the scotch stone must be kept wet

during this operation.

Repeat until all the file and scraper scratches

have been removed.

Wipe the surface of the metal several times

during the stoning to see that the surface is

kept even.

Cleaning                Clean the surface of all small recessed parts

Small                     with a piece of hard wood dipped in oil and

Recessed                pumice powder.

Parts

POLISHING

Polishing the metal with buffs charged with tripoli removes
fine scratches and uneven surfaces. Rouge applied to a cloth or
chamois buffing wheel gives a high polish to metal but does not
remove blemishes. Buffs charged with rouge give the metal lustre
and a foundation for coloring and for the final buffing after the
color has been applied. Care must be taken to keep the metal
moving on the buffing wheel as tripoli applied to a buff with a
hard surface wears away the metal.
Tools                     Polishing motor

and                        Felt or bristle buffing wheel

Working               Tripoli cake

Materials               Soda, ammonia, and water solution

Granite pan

Soft cloth or chamois buffing wheel

Rouge stick

Gas plate